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> ^^TT^A^NTS TO THE CLAIMS. 
The foUowing listing of claims replaces all previous listings: 
Claiml CPxeviouslyPresent.d)Prc,cessfortheproducdo.of^ularsod^^ 
p^nate by fluid-bed .pray granulation, the process comprxsmg: 

rtlqueoussodiu»c3rbonaxesolu.onorsodiun.carboBatesusp^^^^^ 

(ii) an aqueous hydrogen peroxide solution, and 
(Ui) at least one stability-enhancing additive 

into a fluid bed containing sodium percaibonate particles; and 
(2)evaporaring>vateratthesametin.e.xatemperatureofftom40^to95-C. 

wherein 

:;Tn:^esiumcompoundin.amountoff.m50to.000ppmM.^and.. 

i 50ppmto2000^mofachelatecomplexingagentselectedf^mthe^P 

con^ngofhyd«>.yca^xyhcacids,aminocarboxyUca.ds^^ 

acids, phosphonocarboxylic acids, hydroxyphosphonic acds, alkal. metal salts 

thereof, ammonium salts thereof, and magnesium salts thereof, and 

H „a.«SiO,/Na.O module of from 1 to 3 in an amount corresponding 
(Hi) waterglass having an Si02/iNa2umtK*i" 

tr» n 1 wt % to 1 wt.% SiOj; 
Kflsed on the sodium peicarbonate to be produced, 

phosphate- 

0^2. (P„viou.lyp«se«ed) The process accoraiog»d,iml,wh««nfte 

=™,onund is a magn-i« ' ">^'™ ' magnesium sal. of a 

ch^a»compu,i.gagen.,inanan><»n.o,ftom lOOppmto lOOOppmMg . 

Claims. (I.»viouslyp«s»>«d) 11,epn>cessa»o.dinstoelalm l.v,h=»i»*e 
„«g„esi»m compound u added to Ac aqueous hydrogen pe«xide solunon. 
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Claim4.(Pieviouslypresented)Tl.epiocessaccordingtocl^ml, 
.He.einthead.tivecon.p.sesacon.ple.inga.entselecteaf^^ 

nitrilotriacetic acid, in^inodiacedc acid, ethylenediaminetetraacenc acd, nn.nod.succ.na., 
tartaric acid, gluconic acid. anunotri(methylene)phosphomc acd, 
ethyleneaaiiuneietra(methylene)phosphotucacid. 
diethylenetriaminepentadnethylenOphosphomcacid, 

^lylet.etetra(methylene)phosphonic acid. t.rran.ethylenetetra(«.ethylene)phosphon.c 
acid, pentamethylenetetra(niethylene)phosphomc acid, 

nexaT^ylc^te^aCtnethylenOpho^honic acid, l-hydroxyethane-U-diphosphomc acd, 
sodium salts the^^of . potassium salts thereof, and magnesium salts fliereof. 

Claim 5. (Previously presented) The process according to claim 1, 
wherein 100 ppm to 1000 ppm of the complexingagem is added to anyone of the aqu^ 

:^;npJldesolu.on,thea.ueoussodiumcarhon3resol^^ 
suspension. 

Claim 6. (Caijcelled). 

aaim 7 (Previously presented) The process according to claim 1. 
whennnthesprayingcomprisesusingathree-orfour-^mponentatomisingnozzle^vu^ 

externalmixin^thenoz^e^ercomprisingacentralpi^^thtwoorthree^.^^^^ 

disposed aroundit. Wherein the central pipe extendsbeyond the jacketed p.^^ 

times a radius of the central pipe. 

Claim 8. (Previously Presented) Granular sodium percaibonate comprising 
(i) a grain structure obtainable by fluid^bed spray granulation, , ^ 

Ci!) argnesiumcompoundinanamountofiVom50ppmto2000ppmMg-and/or50 

ppm to 2000 ppm substantially evenly distributed in the gram, and/or 

(iii) one or more chelate completing agents selected from the group consisting of 
hydroxycafboxylic acids, aminocarboxylic acids, aminophosphomc acds, 
phosphonocarboxylic acids, hydroxyphosphonic acids, alKaii metal salts thereof. 

ammonium salts thereof, and magnesium salts thereof, and 

^- ♦/s n 1 «rt % to 1 vrt,% SiOi substannally evenly 

(iv) waterglass in an amount corresponding to 0.1 wt.% to 1 wt.vo 

distributed in the grain; and 
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^ to 01 to lha« 8 ^W/g measured »te 48 hours =. 

CUtaS. (Previouslyp^sen^d, Thegr»u^ar»diun,,c,c»rbo».»-c«^^^^^^^ 
e..i.8.ta«.er=o,»pri^ga.^g.o4.yeror«u>ma^-bm*.goo.tu,g— gofo.e 

or more hydraie-fonning salts. 
Claim 10. (Cancelled). 

aaimll. (Previously presented) The g^nular sodium pe«arbonate of claim 8. 
whetein the amount of ^.aterglas^ corresponds to0.1>vt.%«, 0.5 wt%SiO.. 

Claim 12. (Previouslypxescnted) The p„,cess of claim 2. wherein the amount of the 
magnesiom compound is from 200 ppm to 1000 ppm. 

Th^ Titncess according to claim 5, wherein 200 
Claim 13. (Previously presented) The process accoiui & 

ppm to 1000 ppm of the chelate complexing agent is added. 

. j-w ^T^r^*«<i of claim 1, wherein the SiO:/Na20 
Claim 14. (Previously presented) The process ot ciami i, 

module is from 1 to 2. 

CUd«15. (Previously pr=««c4) The process of dein. 1. wberein mount of 
waerglass cornisponds to 0.1 »t.% to 0.S «.% SiO,. 

CM,„16.(P.evious„prese„ted,™epr«essotolai»7.»hereindte«,ueous 

^ Joarhon^e solu.o„ or so«uu. ca*on«e suspension has a Ka^3 con«« ^^nt20 
r^«,wt.^and.he«^eoush,drogenpero^desolut.onhasaco„ecntrahonof30w..% 

to 75 wt.%. 

ClaimlV. (Previously presented) The process of clain, 16. wherein the .uiueoj 
sodium earocn^esolu^on or sodiuo.ca.hona.suspensio„hasaNa^O, content Of t^m 30 

wt% to 50 wt.%. 
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ClaimlS. (Previou^lypresented) The g«».ulax sodium percarbonate of claim 8, 
vtfherein the TAM value is less than 7 jiW/g. 

Claim 19. (Previously presented) The granular sodium pcrcarbonate of claim 18, 
wherein the TAM value is from4 iiW/gto6 (xW/g. 
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